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Claims 
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A multilayer article comprising, 
a metal sbb§trate, 

a first layer comprising an inner and outer surface, 

said first layer comprisin^a^lass/hydroxyapatite admixture comprising a glass composition 
and hydroxyapatite particles (I 
said glass composition comprising, 
about 44.2 to about 67.7 wt % Si0 2 , abourKU to about 23.4 wt % CaO, about 5.7 to about 
13.3 wt % MgO, about 8.3 to about 23.6 wt % Na^ about 2.2 to about 6.5 wt % K 2 0 and 
about 6.0 wt % P 2 0 5 , 

wherein said hydroxyapatite particles are present in the glass/hyiiroxyapatite admixture in an 
amount of 0.0 wt % to about 50 wt%. 



2T^ThojTiultilayer article of claim]l, 

wherein there is a gradieflt^oncentfmion of the glass/hydroxyapatite admixture which is 
variable over the thickness of the firstla^ei^uchthat there is a higher concentration of 
hydroxyapatite particles nearer the outer surface than theltmeiLSurface. 




lultilayer article of claim 1, 
wherein there is a firstinfgrmediate layer having an inner and outer surface, 
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termediate layer is located between the substrate and first layer, 

as defined in claim 1. 




said first intermediate layer comprising a gl 



lltilayer article of claim 




wherein the first layer g: 
between 10 wt% and 40 wt%. 



admixture has a hydroxyapatite concentration of 



The multilayer article of claims 3 or 4, 
whereirKhere is a second intermediate layer located between the first intermediate layer and 

the substrate, 

said first layer, first intermediate layer and said second intermediate layer all comprising a 
glass/hydroxyapatite admixtureas^defined in claim 1, 

wherein the hydroxyapatite concentrates highest in the first layer admixture, lowest in the 
second intermediate layer admixture, and pre^bqtin the first intermediate layer in an amount 
that is in between the first layer and the second intermediate layer. 



je multilayer article of claim 5, 
wherein the seco^djntermediate^er has no hydroxyapatite in the admixture, 
the first intermediate layerlia^e-wf % hydroxyapatite in the admixture, 
and the first layer has 40 wt % hydroxyapatite in the admixture. 
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id the firstjand^econd intermediate layers may each independently 



multilayer article of clairn^ 
wherein the first 

comprise a glass mixture that islunixturej of two or more glasses chosen from the glass 
composition of claim 1. 



SS^The multilayer article of claims 1 or 7, 
wherein the substrate is Ti or Ti6A14V. 



9. The multilayer article of claims 3 or 4, 

wherein the glass\omposition in the first layer comprises about 54.5 wt % Si0 2 , about 15 
wt % CaO, about 8\wt % MgO, about 12.0 wt % Na 2 0, about 4.0 wt % K 2 0 and about 6.0 
wt % P 2 0 5 , 

and the glass composition inVhe first intermediate layer comprises 
about 61.1 wt % Si0 2 , about l\(5 wt % CaO, about 7.2 wt % MgO, about 10.3 wt % Na 2 0, 
about 2.8 wt % K 2 0 and about 6.0 \t % P 2 0 5 , 
and the substrate is Ti or Ti6A14V. 



10. The multilayer article of claims 3 or 4, 

wherein the glass composition in the first layer comprises about 52.7 wt% Si0 2 , about 12.6 
wt % CaO, about 7.1 wt % MgO, about 17.0 wt % Ka 2 0, about 4.6 wt % K 2 0 and about 6.0 
wt % P 2 0 5 , 

and the glass composition in the first intermediate layer comprises: 
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^about 56.5 wt % Si0 2 , about 15 wt % CaO, about 8.5 wt % MgO, about 11.0 wt % Na 2 0, 

about\0 wt % K 2 0 and about 6.0 wt % P 2 0 5 , 
and the substrate is Ti or Ti6A14V. 



1 1 . The multilayer article of^laims 3 or 4, 

wherein the glass composition inNthe first layer and the first intermediate layer comprise 
about 56.5 wt % Si0 2 , about 15 wr^fc CaO, about 8.5 wt % MgO, about 11.0 wt % Na 2 0, 
about 3.0 wt % K 2 0 and about 6.0 wt <2\P 2 0 5 and the glass/hydroxyapatite admixture in the 
first layer comprises 50 wt% glass and 50 w\% hydroxyapatite, 
and the substrate is Ti or Ti6A14V. 



l^The multilayer article of claim 5, 

wherein the^iass composition in the first layer, the first intermediate layer and the second 
intermediate layer ea^h^mpnse about 61.1 wt % Si0 2 , about 12.6 wt % CaO, about 7.2 wt 
% MgO, about 10.3 wt % Na^Q, about 2.8 wt % K 2 0 and about 6.0 wt % P 2 0 5 and the 
glass/hydroxyapatite admixture in tfosfkst layer comprises 60 wt% glass and 40 wt % 
hydroxyapatite, 

and the admixture in the first intermediate layer comprises 80 wt% glass and 20 wt % 
hydroxyapatite and the admixture in the second layer comprises 100 wt% glass and 40 wt % 
hydroxyapatite, and the substrate is Ti or Ti6A14V. 
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fexA multilayer article comprising, 
a metal substrate, 

n intermediate layers/wfcere n is an integer, 

a first layer comprising an inner&ndouter surface, 

said n intermediate lawrs disposed betwe&wjhe metal substrate and the first layer, 
wherein the n intermediafeslayers and the first laye>each independently comprise a 
glass/hydroxyapatite admkturecomprising a glass composlttonand hydroxyapatite particles 

(HA), \ \ 

said glass composition comprising, \ 

about 44.2 to about 67.7 wt % Si0 2 , about 10.1 to about 23.4 wt % CaO, about 5.7 to about 
13.3 wt % MgO, about 8.3 to about 23.6 wVo Na 2 0, about 2.2 to about 6.5 wt % K 2 0 and 
about 6.0 wt % P 2 0 5 , \ 

and wherein said hydroxyapatite particles being present in the glass/hydroxyapatite 
admixture in an amount of 0.0 wt % to about 50 wt%V 

such that the first layer has a hydroxyapatite concentration greater than all layers under it, 
each n intermediate layer under the first layer has a hydroxVapatite concentation greater than 
the n intermediate layer under it, \ 

so there is a gradient of glass/hydroxyapatite admixtures in the multilayered article such that 
the highest concentration of hydroxyapatite is found in the first layV and the least is found in 
the n intermediate layer next to the substrate. \ 
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aultilayer article of claim 13, 
wherein the first layer and tr^Trmteraaediate layers may each comprise a glass mixture that 
is a mixture of two or more glasses chosen from the glaSS 



isition in claim 20. 



5. The multilayer article of claim 14, 
wherein the substrate is Ti or Ti6A14V. 



16. The multilayer article of claim 13, 
wherein n =1 and, 

wherein the glass composition in the first layer comprises about 54.5 wt % Si0 2 , about 15 
wt % CaO, about 8.5 wt ^AgO, about 12.0 wt % Na 2 0, about 4.0 wt % K 2 0 and about 6.0 
wt % P 2 0 5 , 

and the glass composition in the n^l H^enhedjate layer comprises 
about 61.1 wt % Si0 2 , about 12.6 w\% CaO, about 7.2 wt % MgO, about 10.3 wt % Na 2 0, 
about 2.8 wt % K 2 0 and about 6.0 wt %\ 2 0 5 . 

17. The multilayer article of claim 13, 
wherein n =1 and 




/ wherein the glass composition in the first layer comprises about 12.6 wt % CaO, about^.l 
^wtJ&JtfgO,.abput 17.0 wt % Na 2 0, about .4_.6 wtjft K^and f|>p u | ^ wt_% P 2 05^.^ 

and the glass composition in the first intermediate layer comprises: 

about 56.5 wt % Si0 2 , about 15 wt % CaO, about 8.5 wt %^MgO, about 11.0 wt % Na 2 0, 

about 3.0 wt % K 2 0 and about 6.0 wt % P 2 0 5 . 
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18. Tfie-inuUilayer article of claim 13, 

wherein n =1 and wliSreuUhe glass cdffipoljion in the first layer and the n=l intermediate 

atxWl5 wt % CaO, about 8.5 wt % MgO, about 
1 1.0 wt % Na 2 0, about 3.0 wt % K 2 0 a^about6.0 wt % P 2 0 5 and the glass/hydroxyapatite 
admixture in the first layer comprises 50 wt% glass an^SQwt % hydroxyapatite. 



layer comprises about 56.5 wt % N Si02, 



, The multilayer article of claim 13, 
wherelnn=2, 

and whereiihhe glass composition in the first layer and each intermediate layers comprises 
about 61.1 wt\si0 2 , about 12.6 wt % CaO, about 7.2 wt % MgO, about 10.3 wt % Na 2 0, 
about 2.8 wt % K 2 o\nd about 6.0 wt % P 2 0 5 and the glass/hydroxyapatite admixture in the 
first layer comprises 60 vh% glass and 40 wt % hydroxyapatite, 

and the admixture in the intermediate layer adjoining the first layer comprises 80 wt% glass 
and 20 wt % hydroxyapatite and fhe admixture in the intermediate layer next to the substrate 
comprises 100 wt% glass and 40 wt ^hydroxyapatite. 



20. A multilayer article comprising, 
a metal substrate, 

n intermediate layers, where n is an integer, 
a first layer comprising an inner and outer surface, 
said n intermediate layers disposed between the metal substrateNm d the first layer, 
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Wrein the n intermediate layers and the first layer each independently comprise a 

glass>hydroxyapatite admixture comprising a glass composition and hydroxyapatite particles 
(HA), \ 

said glass composition comprising, 

about 44.2 to abo\»t 67.7 wt % Si0 2 , about 10.1 to about 23.4 wt % CaO, about 5.7 to about 
13.3 wt % MgO, abdut 8.3 to about 23.6 wt % Na 2 0, about 2.2 to about 6.5 wt % K 2 0 and 
about 6.0 wt % P 2 0 5t \ 

and wherein said hydroxyapatite particles being present in the glass/hydroxyapatite 
admixture in an amount of 0.0 Vt % to about 50 wt%, 

such that the first layer has a hydrtwyapatite concentration greater than all layers under it, 
each n intermediate layer under the first layer has a hydroxyapatite concentation greater than 
the n intermediate layer under it, \ 

so there is a gradient of glass/hydroxyapatrte admixtures in the multilayered article such that 
the highest concentration of hydroxyapatite isfcmnd in the first layer and the least is found in 
the n intermediate layer next to the substrate, \ 

and the glass composition for each layer is chosen stah that there such that the first layer has 
a Si0 2 concentration less than all layers under it, \ 

and each n intermediate layer under the first layer has a Srt) 2 concentation less than the n 
intermediate layer under it, \ 

so there is a gradient of Si0 2 concentration in the admixtures inW multilayered article such 
that the highest concentration of Si0 2 is found in the n intermediate layer next to the 
substrate and the least is found in the first layer. \ 
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